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HIGHLY DUKABI.E CEMENT PRODUCTS 
CONTAINING SILICEOUS ASHES 



BACKGROUND OF THE INVENTION 
5 The present invention relates to a novel anhydrous blend 
of Portland cement and siliceous ash, to novel cement 
compositions, to a method for reducing the permeability 
of hardened cement products and to ' a method for 
accelerating the early strength of concrete mixtures.. 

10 A certain type of ash can be made from the controlled 
incineration of certain siliceous crop residues, such 
as rice hull and rice straw. This ash consists of 
cellular particles with silica held essentially in the 
non-crystalline (amorphous) state and is known to be 

15 used as a pozzolanic material in the preparation of 
blended hydraulic cements (See, U.S. Patent 4,105,459, 
" August 8, 1978, to Povindar K. Mehta. An hydraulic 
cement is a dry powder which, upon mixing with water, 
sets and becomes a hardened solid mass forming a water 

20 resistant product. 

Since the crystalline forms of silica, such as 
cristobalite, tridymite, and quartz, are known to cause 
lung cancer and other serious respiratory diseases, the 
federal and state agencies for environmental protection 
25 are quite concerned that the disposal of rice hull and 
rice straw by burning should not result in ash which 
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contains a significant amount of czystalline silica. 
Consequently, indxistrial furnaces of various designs are 
being used in cogeneration plants, which not only 
produce rice hull ash {RHA} by burning rice hulls • 
5 efficiently (that is the unbumt carbon in the ash is: 
usually held to less than 10% by weight) but also 
produce a material containing essentially amorphous or 
noncrystalline silica. Hydraulic cements blended with 
siliceous RHA containing 20 to 30% by weight of portland 
10 cement and 70-80% by weight of. the ash are disclosed in 
U.S. Patent 4^105,459. The majority of ash particles 
in these blends are probably larger them 75 
micrometers ( /im) . 

Concrete and mortar compositions made from ultra-fine 
15 (i.e. particles with a median diameter of 1 to 3 
micrometers) BHA slurries of approximately 7.5% to 15% • 
RHA by weight of the combined weight of the ash and 
Portland cement have been disclosed. (See, U.S. Patent, 
No. 4,829,107 to L.J. Kindt). These compositions were 
20 f otind to have a marked decrease in chloride permeability 
upon hardening. However, the Kindt patent also 
disclosed that compositions containing RHA having a 
particle median diameter of greater than 4 micrometer^ 
did not exhibit low permeability and had a chloride 
25 permeability equivalent to mortars and concretes that . 
contained no RHA. Even though only admixtures (i.e. 
slurries) are discussed and claimed in the Kindt patent, 
the Kindt patent states that RHA having a median 
particle diameter of 4 micrometers or less can be used 
30 in dry powder form. However, due to the high surface 
charges developed by ultra-fine grinding, the powder of * 
the Kindt patent, tends to flocculate and attempts to add 
such RttA in dry form to a concrete mixtiire using the 
standard mixing procedure (ASTM c 192) gave a non- 
35 uniform dispersion. 
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BRIEF SUMMARY 

one aspect of this invention is to provide a novel blend 
of crop residue siliceous ash and cement. Another 
aspect of this invention is to provide a novel blend of 
5 crop residue siliceous ash, fly ash and cement. 

A further aspect of this invention is to provide novel 
. hydraulic cement compositions. 

Another aspect of this invention is to provide hydraulic 
cement compositions prepared from crop residue siliceous 
10 ash whereby the cement composition has high strength and 
low permeability or very low permeability to water and 
chloride ions. 

Still a further aspect of this invention is to provide 
a method for decreasing the water and chloride ion 
15 permeability of cement products. 

Yet another aspect of this invention is to provide a 
method for accelerating the early strength of concrete 
mixtures containing fly ash. 

BRIEF DESCRIPTION OF THE DRAWINGS 
20 Figure l illustrates data in table and graphical form 
obtained from the particle size distribution analysis 
of a sample of ground RHA, 

Figure 2 shows data in table and graphical form obtained 
from the particle size distribution analysis of a sample 
25 of ultra-finely ground RHA. 

Figure 3 is a schematic diagram illustrating the 
standard apparatus used in the chloride permeability 
test. 
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Figure 4 shows data in graphical. form obtained from the 
particle size distribution analysis of ordinary portland * 
cement (ASTM C 150, Type I Po3±land Cement) » 

DETAILED DESCRIPTION OF THE INVENTION 
5 This invention describes the use of a siliceous ash, 
obtained from the burning of crop residues such as rice 
hull (also called rice husk) , which is used as a mineral 
addition for naking cement products. 

According to RILEM Committee 73 -SBC Report (Jour, of 
Structures and Materials , January 1988, p-89) , the term 
"mineral addition" is used for inorganic materials, both 
natural materials and industrial byproducts, that are' 
used in (quantities of 5% or more by mass of the cement. 
Mineral additions may be blended or interground with 
portlemd cement, or added directly to concrete before 
or during mixing* 

The upper limit of the mineral addition in cement 
compositions of this invention is defined by the ASTM 
Standard Specification C 595 for Type I (PM) and Type IP 
20 blended hydraulic cements* Type I(PM) is a pozzolan- 
modified portland cement produced either by 
intergrinding portland cement clinker and pozzolan, or 
by blending portland cement and finely divided pozzolan, 
in which the pozzolan content is less than 15% by weight 
25 of the pozzolan-modified portland cement. A pozzolan is 
an inorganic material which consists principally of 
chemically reactive siliceous or siliceous and aluminous * 
compounds and which, in the presence of moisture, is 
capable of 'reacting with lime (calcium hydroxide, 
30 Ca(0H)2)/ to form a hardened mass of calcium silicate 
hydrates and calcium aluminate hydrates. Type IP is 
a portland-pozzolan cement produced either by 
intergrinding portland cement clinker and pozzolan or 
by blending portland cement and finely divided pozzolan. 



10 



15 



in which the pozzolan constituent is between 15 and 40 
weight % of the portland-pozzolan cement. 



CONCRETE PERMEABILITY REDUCTION 

The siliceous rice hull ashes used herein are generally 
of the "highly pozzolanic type", as described in the 
RILEM 7 3 -SBC Report. According to this report, the 
controlled incineration of rice hulls produces a 
cellular product of high surface area and silica mostly 
in the amorphous state, two factors which arc 
responsible for the high pozzolanicity. However, a rice 
hull ash ^ich is relatively less amorphous, such as RHA 
No. 3 (See, Table 1), may also be used in this 
invention. 

Random samples of RHA were obtained from rice-hull- 
buming furnaces of different designs, which are located 
in three different States of the U.S. (See, Table l> . 
Two ot. the ashes, namely RHA No. 1 and RHA No. 2, 
contained 4.9 and 5.5% carbon respectively .. RHA No. 3 
was found to contain 35% carbon. By X-ray diffraction 
analysis it was determined that RHA No. 1 and RHA No. 
2 contained 100% and 99% silica in the amorphous state, 
respectively. ' By quantitative X-ray diffraction 
analysis, it was estimated that 90% of the silica 
present in RHA No. 3 is in the amorphous state, the 
remaining being in the form of cristobalite . 
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Table 1. Characteristics ef Rice Hull Ash froo Three Different Sources 





RHA No. 1 
{Louisiana) 


RKA No. 2 
(Texas) 


RHA No. 3 
(Arkansas) 


Chemical Comoosition 










91.3 


^.0 


62.5 




< 0.1 


< 0.1 


< 0.1 




< 0.1 


< 0,1 


< 0.1 


C80 


0.5 


0.3 


0-2 




2.1 


0.5 


1.0 


Carbon (b/ Ignition loss) 


0.5 
4.9 


0.4 
5.5 


0.3 
35.0 


Mfnera log! c^iLPflFFRP^H^oq 
of SUfea 

eriscobalite^ X 

tridymite, X ' 

quartz, X 


U* 
U* 
U* 


1 

U* 


10 
U* 


sTDorphous silica 
(by difference), X 


100 


99 


90 


Partiple.Sl:^© A™ly5f.^ 
Particles > 7S|Bd*, X 


75 




90 


Surface area by 
nitrogen adsorption, nr/9 


24.3 


53.0 





I* seans i,ndetecteble by x-ray diffraction analysis. 
* this is the X residue on Mo. 200 s»sh standard sieve for 



the partfcles prior to light grinding. 

Table 1 also shows the particle size (i.e* effective 
25 diameter) analysis of the three ashes. It should be 
noted that, although the bulk of particles in each. ash 
are larger than 75^ttn (67 to 90% particles are retained 
on No* 200 mesh standard sieve) , the cellular character 
of the particles (as illustrated by a typical scanning 
30 electron micrograph shown in the U.S. Patent 4,105,459) 
is evident from the very high B.E.T. surface area values 
(24.3 to 99.2) , as determined by the nitrogen adsorption 
technique (Monosorb Apparatus, Quantachrome Corp.), 



- PCryUS91/04139 
wo 92/00251 

-7- 

All three ashes shown in Table l conformed to the silica 
described in U.S. Patent 4,105,459, which covers ashes 
(originating from agricultural matter) containing 49. to 
98% silica in highly amorphous form (the balance being 
5 mainly residual carbon) and having 10 to lOOmVg B.E.T. 
surface area by nitrogen adsorption. Blended portland 
cements were prepared by mixing 20 to 30% by weight of 
a Type I portland cement tmeeting ASTM C 150 standard 
specification) and 70 to 80% of any one of the three 
10 ashes shown in Table 1, after the ashes had been lightly 
ground for 15 minutes in a laboratory ball mill. These 
preparations produced hydraulic cements of satisfactory 
setting and hardening (strength) properties confirming 
the disclosures of U.S. Patent 4,105,459.. 

15 Blended cements are produced either by intergrinding a 
suitable additive with portland cement- clinker or by 
mixing portland cement with a finely ground additive. 
Although fine grinding of the ash prior to making a 
blended cement is not necessary for the purpose of 

20 increasing the surface area and reactivity, a light 
grinding treatment to pulverize the very large particles 
(lie. particles having a median diameter of >75nm) is 
thought to be helpful in producing a, more homogeneous 
ash-portland cement blend. This, is not necessary for 

25 blended cements produced by intergrinding. Unless 
otherwise indicated, the ashes used in this invention 
and described below were lightly ground such that there 
was approximately a 10% residue when tested by wet 
screening on a No. 200 mesh sieve (i.e., after light 

30 grinding about 10% of the particles are still larger 
than 75tm but 90% are now smaller than 75|im) . Typical 
particle size analysis of the lightly ground sample of 
RHA No. 1 (also identified as Sample G) is shown in 
Figure 1. The data in Figure 1 show that 89.3% of the 

35 particles are less than 77/im size and only 9.7% of the 
particles are below lOim size. This means that 80% of 
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the particles are in the 10-77Mm size range. The • 
particle size analysis shown in Figures 1, 2 and 4 were 
carried out by the Horiba Apparatus (Model LA-'SOO) , 
using laser-light scattering of a dispersed sample. 

5 The chemical and physical characteristics of a normal 
Portland cement meeting the ASTH C 150 requirements for 
Type I Portland cement, which was used in the 
experiments described in this invention, are shown in 
Table 2. A cziished limestone aggregate from the San 

10 Francisco bay area (1/2 inch maximum size) was used as 
the coarse aggregate, and a quartz i tic sand with 3*0 
fineness modulus was used as the fine aggregate for 
msUcing the concrete mixtures of this invention. The 
term hydraulic cement composition as used herein refers 

15 to any composition that contains cement, water and a 
fine or coarse aggregate and will set and become a 
hardened solid mass. The term cement product refers to 
any hardened product, other than cement paste, resulting 
from the hydration of a hydraulic cement and includes 

20 hardened concretes and mortars* As used herein, a 
mortar product is any cement product that Is obtained 
by mixing a cement, a fine aggregate and water, a 
concrete product is any cement product that is obtained 
by mixing a cement, a fine aggregate and a coarse 

25 aggregate and water. 
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Table 2. Portland Cement, Chemical and Physical Properties 



Chenical Analysfs. X . 


Physical Properties 


$i02 


99 fit 


Blaine air' 
method: 


3350cro^/g 


Fe2P3 


5.67 


Specific Gravity 
Initial setting time 


3.15- 

2h: 19 nin 


A1203 


H.Vi 


Final setting time 


4h: 16 nin 


C80 


65.19 






Hgo 

S03 


0,88 
2.86 


Coirpressive strength 
ASTH C109 iDortar 

3 days 


2623 psi 


Ignftfon Loss 


0.98 


7 days 


3711 psi 


insoluble Residue 


0.16 


28 days 


5936 psi 




0.12 








0.2 






Total Alkali, as N82O 


0.25 







10 



15 



Compour>d 


Percentage 


C3S 


57.5 




19.B. 


C3A 


4.5 


IJ^AF 


11.2 



20 For durability to severe environmental exposure, the 
American Concrete Institute (ACI Committee 201 on 
durability) recoiimends the use of concrete with less 
than a 0,4 water/cement ratio. Since modern 
construction practice, such as placement of concrete by 

25 pumping and the use of highly reinforced structures, 
requires high consistency of fresh concrete, a 
combination of low water/cement ratio and high 



consistency, (about a 6-10 inch slump) is usually 
achieved by incorporating a superplasticizirig admixtuire : 
(i.e. a Class p High-range water reducer meeting the 
ASTM C 494 Standard Specification) . A coxmercially 
available naphthalene-sulfonate type superplasticizer 
was used in all concretes described here* The super- 
plasticizer was used in the form of a solution in water, 
containing 40% solids by weight. 

Mix proportions for high-strength superplasticized 
concrete mixtures were obtained for 8-10 inches slump 
and 9000-11,000 psi strength range (28-d compressive 
strength) • Laboratory tests showed that a maximum 
water/cement ratio of a. 34, and a minimum cement content 
of 630 lb/yd' were needed to achieve approximately 9000 
psi compressive strength at 28-d (28-days) • Similarly, 
a water/cement ratio of 0«28 and a cement content of 
780 lb/yd' were needed to achieve approximately 11,000 
psi compressive strength at 28-d. Three intermediate 
mixtures were designed to contain 660, 690, and 720 
Ib/yd^ cement content, and 0.327, 0,31, and 0.30 
water/cement ratio, respectively. The properties of 
these five portland cement concrete mixtures were 
compared with coirresponding concrete mixtures made with 
blended portland cements containing 5%, 10% 15%, 20% and 
30% RHA respectively. The same quantity of the 
superplasticizer (7 1/2 liters per cu. yd concrete) was 
used in every case, therefore the slump varied from 7- 
to io inches. The mix proportions for each of the five 
reference concrete mixtures, as well as corresponding 
mixtures containing blended RKA cements containing 5 to 
30% RHA No. 1 (i.e. Tests A-E) , are shown in Table 3. 
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ASTM Standard test procedures, such as given by ASTM C 
192 and C 39 were used for mixing (except for the 
concrete mixture with RHA-U as described below in 
Example 7) , casting, curing, and testing the properties 
5 of concrete mixtures. cylindrical, 4 by 8 inches, 
triplicate specimens were used for determination of 
compressive strength at 3, 7, and 28 days« The 28-day 
standard-cured, 4 by 8-inch concrete specimens were also 
used for testing permeability to chloride ions by the 
10 AASHTO T-277 method which, as discussed below, is now 
a commonly used test for evaluating the general 
durability of concrete. 

It is universally accepted that permeability of concrete 
to water is the most important property which determines 

15 the durcibility to most of the processes of concrete 
deterioration, such as cracking due to freezing and 
thawing cycles, sulfate attack, alkali-aggregate attack, 
and corrosion of reinforcing steel. The teats for water 
permeability are very cumbersome and time consuming but 

20 a chloride permeability test, in accordance with the 
AASHTO T-277 methods, is fairly simple and rapid. There 
is a high correlation between the results obtained in 
the chloride permeability test and the results obtained 
in tests for water permeability (i.e. if a product has 

25 decreased permeability to chloride it will also have 
decreased permeability to water) . The AASHTO T-277 
test, based on the work of D. Whiting of Portland Cement 
Association (FHWA Report No. RD-81/119, August 1981>, 
involves monitoring of the amount of electrical current 

30 passed through a 4-inch diameter x 2-inch thick concrete 
disk, one end of the test specimen is immersed in a 3% 
NaCl solution (See, Figure 3) and the other in a 0.3N 
NaOH solution. It is possible to accelerate the 
migration of chloride ions across the specimen by 

35 application of 60 volts d.c. potential- The total 
charge that is measured over a 6 hour (6-h) period is 
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assumed to be related to the chloride permeability of 
concrete. 

In this test, concretes which permit more than 4,000 
coulombs are rated as highly permeable; those which 
5 permit more than 2,000 coulombs but less than 4,000 are 
rated as moderately permeable? those which permit more 
than 1,000 coulombs but less than 2,000 are assumed to 
have low permeability; and those which permit less than 
1,000 coulombs are assumed to have very low permeability 

10 (p. 127, Report NO. FHHA/RD-81/119, August 1981). wote 
that ordinary Portland cement concretes exhibit 9,000- 
12,000 coulombs chloride permeability in the AASHTO T- 
277 test. The permeability test used in U.S. Patent No. 
4,829,107 was stated to be a modification of the AASHTO 

15 T-277 permeability test . Unfortunately the permeability 
test results disclosed in the 4,829,107 patent to Kindt 
are given in ohms and since the -107 patent does not 
fully explain the test methods employed, it is 
impossible to convert the -107 test results into 

20 coulombs and therefore have an accurate comparison of 
the '107 patent ' permeability test results with the 
permeability results obtained in the present invention 
and described beloW. 

using the materials and procedures described above, the 
25 properties of the concrete mixtures of Tests A-E (See, 
Table 3) are summarized' in Table 4. Note that the 
compressive strength and the permeability test data are 
average values of triplicate measurements. The 
properties of fresh concrete and compressive strength 
of hardened concrete are as expected. For instance, in 
the 5 to 30% RHA substitution range in the blended 
cements, the 3-day and 7-day compressive strengths are 
not significantly different from the reference 
concretes, however the 28-day strength tends to be 



30 
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somewhat higher as a result of the pozzolanic reaction 
of RHA during the 7 to 28-day period. 

During the course of testing for permeability with the 
AASHTO Method T-277, a very steep drop in the 
5 permeability of concretes containing blended cements 
with more than 5% RHA was observed. The following 
examples will fully illxistrate the present invention- 
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Example 1: The results from Test A (see. Table 4) show 
that the compressive strength and the chloride 
permeability of the concrete made from the blended 
cement containinjg 5% RHA were somewhat affected in 
5 comparison to the reference portland cement concrete • 
However, Test B showed that when compared to the 
reference portland cement concrete, the 28-day 
compressive strength of the concrete made with the 
blended cement containing 10% was increased by 
10 approximately 18%, however, the permeability dropped to 
almost one-third of the reference permeability (from 
3,500 to 1,250 coulombs) which improved the concrete 
permeability rating from moderate to low. (See Table 4) . 

Exeunple 2: Test C showed that when compared to the 
15 reference portland cement concrete, the 28-day 
compressive strength of the concrete made with the 
blended cement containing 15% RHA was increased by 
approximately 20%, however the permeability dropped to 
almost one-fourth (from 3,260 to 870 coulombs) which 
20 improved the permeability rating from moderate to very 
low. (See Table 4) • 

Example 3i Test D showed that the 28-day compressive 
strength of the concrete made with the blended cement . 
containing 20% RHA was increased by approximately 14%, 
25 however the permeability dropped to almost one-eighth 
(from 3,000 to 390 coulombs) which improved the 
permeability rating from moderate to very low. 

Example 4: Test E showed that when compared to the 
reference portland cement concrete, the 28-day 
30 compressive strength of the concrete made with the 
blended cement containing 30% RHA was increased by 
approximately 2%, however the permeability dropped by 
almost an order of magnitude (2,900 to 300 coulombs) 
(See, Table 4). Another test comparable to Tests A^E 
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was conducted for a concrete made from a bXended cement 
containing 40% RH& No. 1. The resulting 28 day 
compressive strength of the concrete was 11. l ksi and 
the chloride permeability was 1,165 coulombs. 

Example 5: To insure that the marked improvement in the 
impermeability of concrete resulting from the use of 
blended cements containing RHA is not limited to the 
cements containing a unique specimen of BHA (i.e. RHA 
Ho. 1), additional tests were conducted with blended 
cements containing RHA No. 2 and RHA No. 3. For this 
purpose, it was sufficient to investigate only one of 
the test mixtures, for instance, the concrete mixture 
used in Test B of Table 3. Therefore, using the 
materials and mix proportions of Test B (Table 3) , in 
Test P two additional concrete mixtures were made with 
blended cements containing 10% of either RHA No. 2 or 
RHA NO. 3. in order to obtain a more homogeneous 
product, all three ashes were lightly ground to 
approximately 10% residue on No. 200 mesh standard sieve 
(75nm) . (That is 10% of the particles were larger than 
75;im and 90% were smaller, ) Properties of concrete made 
with blended cements containing the three different 
brands of are compared in Table 5. Table 5 shows that 
the properties of fresh concrete as well as of hardened 
concrete including the permeability, were not 
significantly affected by the substitution of RHA No. 
2 or RHA No. 3 for RHA No. 1. Note that compared to the 
reference concrete mixture (3,500 coulombs) , which has 
a moderate permeability rating according to the 
recommended specifications for the AASHTO test, all 
three blended cements containing 10% RHA of the 
different types of gave a low permeability rating 
(1,000-2,000 coulombs). Thus, the impermeability- 
improving benefit in concrete mixtures from the use of 
blended cements containing low percentages of RHA is not 
limited to the c«aents containing RHA No. 1; in fact, 
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this benefit is available for RHA types with a wide, 
range of physical-chemical chairacteristics including, 
those represented by lightly ground RHA No; 1, RHA No. 
2, and RHA No, 3 (See, Table 1 for the composition of 
5 the various RHAs) • 



Table 5. Cooparison of f>ropertfe$ of Concrete with Blended Ceoients 
Contalnirv 10X RHA of Different Types 







Test B 


Test F II 




Properties 


Ref.Conc 
rate 


Blended 
ceiBent 
concrete 
€RHA No. n 


Blended 
ceaent 
concrete 
(RHA No. 2) 


Blended U 
cement | 
concrete 0 
CRHA No. 3) 1 




Fresh Concrete 










10 


Slurp, inches 
a{r content/ X 
unit Weight, Ib/yd^ 


8.0 
1.0 

156 


9.0 
1.5 
15A 


d.o 

1.0 

154 


7.5 
1.0 
153 




Hardened Concrete 










15 


Coopressive 
strength, ksi 

3«day 

r-day 
2£-d8y 

28 day peraeabUity 


6.7 
8.4 
9.7 


6.3 
11.5 


6.3 
8.7 
11.4 


5.5 

a.6 

11.0 
17.5x10* 1 


20 


eouicoibs passed: 


35x10^ 


12.5x10^ 


11.5x10* 





Example 6: ASTM Class F fly ash is now the most 
commonly used pozzolanic admixture in the U.S., but it 
is known to be much less reactive than amorphous RHA and 
takes substantially longer curing periods than 28 days 

25 to develop high strength and impermeability* This 
example illustrates how a partial replacement of fly ash 
with RHA can make a drastic improvement in the 
impermeability of concrete even at 28-d. The properties 
of a reference concrete mixture containing 675 lb/yd'' 

30 Portland cement, 1500 lb/yd' fine aggregate, 1600 Ih/yd? 
coarse aggregate, 3 liters/yd^ superplasticizer, and 237 
Ib/yd^ water were compared with corresponding mixtures 
containing a 20% fly ash additive by weight of the 
cement (i.e., 135 Ib/yd^ fly ash), or 10% Class P fly. 

35 and 10% (67 • 5 lb each of Class F fly aish and RHA No. 
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1) All the fly ash used in this Example met the ASTM 
C 595 physical and chemical requirements of Class P fly 
ash. The 28-d compressive strength and permeability 
l^st: data are as follows: 

concrete mixture irrTTH^"""^ .tr^oth. ksl pyrn.eq>?tMyy . cou\«^^ 

Reference concrete 8.7 2*'"' 

2DX fly ash addition 8.< ^'^^ 

10X fly ash ♦ tmc RHA »•« 

The data shows that the use of 20% Class P fly ash alone 
as an additive in concrete did not result in a 
significant change in the 28-day compressive strength 
and permeability of concrete. The concrete permeability 
rating as per the AASHTO test was "moderately permeable" 
for both the reference concrete and the concrete 
containing fly ash without RHA. Whereas the addition 
of 10% fly ash and 10% RHA increased the strength by 
only 10%, it reduced the coulombs passed to 
approximately one-seventh of the value obtained by the 
reference concrete, and one-fifth of the value obtained 
by the concrete containing just the fly ash. The very 
low rating exhibited by the concrete mixture containing 
10% fly ash and 10% RHA provides a method for making 
highly impermeable concretes using fly ash-RHA mixtures 
containing only 10% RHA. However, as shown in Table 4. 
about 15% or more RHA by weight of cement was needed to 
obtain a very low permeability rating when RHA alone was 
used. The improved properties of portland cement 
concrete resulting from the addition of 10% BHA by 
weight of the portland-EHA cement to a concrete, which 
already contained fly ash as a mineral admixture, can 
also be obtained if a blended Type IP or Type I(PM) 
cement containing pozzolanic or cementitious admixtures, 
as defined by ASTM C 595 are used in place of pure 
Portland cement. It is not essential to use pure 
Portland cement {ASTM C 150) for the purposes of 
obtaining increased compressive strength and low or very 



low permeability, similar results may bei obtained, by 
using Type IP or Type I(PM) bi fended hydraulic 
cement, instead of pure port iand cement - 

Example 7: This example illustrates the particle sizie 
range of RHA that is covered by this invention. For 
this test, RHA No. 1 was used in three different 
particle size ranges as described below: 

(Sample L) : In the as-received condition 75% of 
particles in the whole sample were above 75/im and 
the surface area was 24.3 mVg by B.E.T, nitrogen 
adsorption. 

(Sample G) : This was the material produced by 
lightly grinding Sample L so that 80% of the 
particles were in the range of 10 to 77 /m and the 
median particle diameter was 38^m (see Figure 1 for 
a full particle size analysis) . The B.E.T. surface 
area by nitrogen adsorption was 25.5 mVgr which 
shows that light grinding had little or almost no 
effect on the surface area. As stated above, most 
of the described tests (e.g.. Tests A-E) were 
carried out with this RHA (i.e. lightly groxind RHA 
No. 1). 

(Sample U) : This is ultra-f inely ground ash so that 
80% of the particles are in the 1-6 range and 
the median particle diameter is approximately 3 ^m 
(see Figure 2 for a full particle size analysis) . 
The B.E.T. surface area of the sample by nitrogen 
adsorption is 26.5 mVgf which shows again that 
grinding of RHA has little or no effect on the 
surface airea since most of the surface resides in 
the cellular structure of the material. Due to the 
high surface charges developed by ultra-fine 
grinding, the powder has a tendency to flocculate. 



4 ' 
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The incorporation of this ash in the form of dry 
powder into the concrete mixture, using the 
standard mixing procedure (ASTM C 192) was 
difficult because the material could not be 
5 uniformly dispersed. As a result, the mixing 

procedure of the concrete structure containing 
j^-U was modified as follows. The ash was first 
dispersed in the form of a slurry, using the mixing 
water and tiie superplasticizers specified for use 
10 in the concrete mixture. To the slurry, portland 

cement, fine aggregate, and coarse aggregate were 
added during the mixing operation. 

Concrete mixtures having the mix proportions of Test B 
(see Table 3) were made with blended cements containing 
15 10% RHA No. 1 of three different particle size, L, G- 
and U. The resulting 28-day compressive strength and 
permeability test data are shown in Table 6. 

TebU 6 

Concrete mixture Cr«nrehensive strength, ksf perniy^bUnr, coulontis. 

20 Reference concrete ^.7 3*500 

10X RHA-L 9.9 3,300 

lOXRHA-G 11.5 ^'^^ 

lOX RHA-U 12.0 ^ 

The data shows that the use of as-received RHA 
25 containing very large particles (e^g- Sample L, where 
75% of the particles are greater than VSpm) did not 
result in any improvement in blended cement concrete 
properties, such as strength and impermeability. This 
may be due to lack of a homogeneous distribution of RHA 
30 in the concrete mixture- When compared to the reference 
concrete, the blended cement products containing the 
lightly-ground RHA (Sample G) and finely-ground RHA 
(Sample U) showed relatively small increases in the 
compressive strength ( 19 , and 23% , respectively) . 
35 However, they showed dramatic improvements in 
impermeability. For instance the coulombs passed into 
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the AASHTO T-277 test were reduced" to approximately one-, 
third and one-forth, respectively (i.e., resulting in 
the permeability rating frcfm moderate to low or very 
low). It is suspected that a better homogeneity of. 
5 concrete made from blended cements containing finer 
particles of RHA is important for reducing the 
permeability. However it is clear from the data that 
for this purpose ultra-fine grinding of the type 
represented by Sample U is not necessary. For most 
10 practical purposes, a rating of "low permeability" is 
sufficient for good concrete durability, and the field 
performance of concretes with 880 and 1250 coulombs 
chloride permeability is not expected to be very 
different from each other- 

15 The types of pozzolanic RHA used herein conform to a 
broad range of physical -chemical characteristics, such 
as 20-100 mV9 B»E.T. surface area by nitrogen 
adsorption, up to 35% carbon content, and 60 to 95% 
silica, of which up to 10% can be crystalline. Since 

20 the desired particle size distribution range of RHA in . 
the blended cements described in Tests A-F, etc. is not 
much different than a typical ASTM Type I portland 
cement (See, Figure 4) the size range of RHA particles 
in a interground portland-RHA cement can be expected to 

25 be similar to the portland cement size range shown in 
Figure 4. The unique property of cement products, such 
as those in Tests B-F (i.e., having low or very low 
permeability resulting from the incorporation of 10% to 
40% RHA in the blended cements) , can be achieved from 

30 the use of ashes with a broad range of particles as long 
as most of the particles conform to a particle size 
distribution in the range of 10 to 75Mifl- 

ACCELERATION OF CONCRETE EARLY STRENGTH 
The early strength of concrete mixtures containing fly 
35 ash is accelerated by the addition of RHA. 
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Example 8: ASTM Type 1 standard port land cement, a 
quartzitic sand (3.0 fineness modulus), and a crushed 
limestone with 1/2-in- (12 mm) maximum size were used 
to make a reference (control) concrete. The pozzolans 
5 used in the test mixtures included an ASTM Class F fly 
ash and an amorphous rice hull ash with 90% silica 
content, 5% carbon content, and 20 mVg B.E.T. surface 
area. The ash had been pulverized to contain less than 
10% particles above 75 pm size. 

10 ACI guidelines for proportioning normal-weight concrete 
mixtures were used to determine the mix proportions for 
concrete with f^ = 4000-psi (27 MPa) , and a 5-6 in. (125- 
150 mm slump) . The mix proportions for the control 
mixture (Mix No. 1) are shown in the left-hand column 

15 of Table 1. The middle column of Table 7 (Mix No. 2) 
shows the mix proportions of a test mixture containing 
20% fly ash by weigh of cement, used as a partial 
replacement for cement. The right-hand column (Mix No. 
3 shows the mix proportion of another test mixture, 

20 which contains 10% fly ash and 10% of the pulverized 
rice hull ash. 



Table 7. Mix Pr^rtions of Concrete Mixtures, Ib/yd^ Ckg/m^> 





Material 


Hix No. \ 


Mix Ko. 2 


Mix Ko* 3 






613 (362) 


500 (297) 


500 (297) 


25 


Fly ash 
Rich hull 

BSh 




124 (74) 


62 C37) 
62 (37) 




Coarse 
Aggregate 


1840 (1092> 


1860 (1104) 


1880 (1115) 


30 


Fine • 
Aggregate 


1250 <742> 


1239 (730) 


1240 (724) 




Water 


323 (192) 


305 (181) 


324 <192) 


35 


Water/ 
cement! tious 
ratio 


0.53 


0.49 


0.52 



wo 92/00251 PCr/US91/0413? 

-24- 

All the concrete mixtures showed excellent workability. 
The water-reducing characteristic of the fly ash is 
obvious from the fact that compared to the control mix, 
approximately 6% less water content was neieded to obtain 
5 a similar slump (6 in. or 150 mm). This was probably 
due to the very high internal surface of the rice hull 
ash. Mix No. 3 gave a lower slump (5 in. instead of 6 
in.) at a water content similar to the reference mix, 
although this concrete was found to be more cohesive and 
10 workable than the control. 

ASTM Standard test procedures were used for mixing, 
casting, and curing concrete. Cylindrical, 4 by 8 in. 
(ICQ by 200 mm) specimens were made for testing the 
uniaxial compressive strength of concrete at test ages 
15 3-, 7-, and 28-day. The compressive strength data, 
average of triplicate specimens, are shown in Table 8. 
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10 



15 



20 



Toble 8. C«(i»»esitve Strength of Concrete Hlxtures, psJ <HPe> 



Test Age 


Hix No. 1 


Hix No. 2 


Hix NO. 3 


3-d 


1720 <11.9> 


1310 (9.0> 


1510 (10.4) 


7-d 


2930 <20.2) 


2390 <16.5) 


2530 <17.4) 


2B-d 


4850 (33.4) 


4060 <28.0} 


4320 <29.8> 



compared to the control, the concrete mixture containing 
only the fly ash gave approximately 20% lower 
compressive strength at early ages (3-d, 7-d) than the 
control. At 28-d the strength difference was somewhat 
lower (17%) which is indicative of the influence of slow 
pozzolanic reaction. This is consistent with the 
earlier observations of many researchers. Compared to 
Mix NO. 2 (containing fly ash only) , the compressive 
strength of concretes containing fly ash and rice hull 
ash (Mix NO. 3) were found to be significantly higher 
at all test ages. instead of 17-20% lower strengths 
with fly ash concretes the strengths of Mix No. 3 
concretes were only 10-12% lower than the reference 
concrete at all test ages. Rice hull ash is therefore 
effective in making up a portion of the early-age 
strength loss attributable to the use of fly ash alone 
as a pozzolan. 



INDUSTRIAL APPLICABILITY 

Due to the impermeability-improving and early strength 
25 acceleration characteristics of RHA used in this 
invention, RHA has the potential of becoming a valuable 
material for the cement and concrete industries. It can 
be a pozzolanic additive for producing blended portland 
cements or an anhydrous pozzolanic admixture for direct 
30 addition to concrete mixtures. 



wo 92/00251 



26- 



PCr/US91/d4139' 



WHAT IS CLAIMED: 

1. A composition for use in concrete or. mortar 
comprising from about 60-95% by weight of portland 
cement and from about 5-40% by weight of siliceous ash 

5 from crop residue, said ash being from about 60-95% by 
weight silica and wherein at least about 90% of said 
silica is amorphous and at lea^t 50% of said ash 
particles are in the size range of from about 10 to 75 
micrometers and the ash particles have a mean particle 
10 diameter measured by laser-light scattering of at least 
6 micrometers and a B.E^T. surface area of at least 
20mVg» 

2, The composition of claim 1 wherein the median 
particle diameter is from about 15 to 38 micrometers. 

15 3. The composition of Claim 1 wherein the crop residue 
is rice hull*. 

4. The composition of Claim 1 wherein the portland 
cement and ash are anhydrous. 

5. A composition for use in concrete or mortar 
20 comprising from about 60-95% by weight of portland 

cement, from about 5-40% by weight of siliceous ash from 
crop residue, said ash being from about 60-95% by weight 
silica and wherein at least 90% of said silica is 
amorphous, at least 75% of said ash particles have a 
25 size distribution range from about 10 to 75 micrometers 
and the ash particles have a mean particle diameter 
measured by laser-light scattering of at least 6 
micrometers and a B.E.T. surface area of at least 20mVg- 

6. A low permee^ility cement product comprising a 
30 Portland cement, fine aggregate, coarse aggregate and 

siliceous ash from crop residue, said ash being from 
about; 60-95% by weight silica, wherein the weight 
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percent of the ash is from 10-40% by weight ot the 
combined dry weight of the ash and portland cement, at 
least about 90% of said silica is amorphous, at least 
50% of said ash particles are in the size range of about 
5 10 to 75 micrometers and the ash particles have a mean 
particle diameter measured by laser-light scattering of 
at least 6 micrometers ?nd a B.E.T. surface area of at 
least 20mVg« 

7. The product of Claim 6 wherein the siliceous ash 
10 from crop residue is rice hull ash. 

8. The product of Claim 7 wherein at least 75% of said 
ash particles are in the size range of about 10 to 75 
micrometers . 

9. A very low permeability cement product comprising 
15 a Portland cement, fine aggregate, coarse aggregate and 

siliceous ash from crop residue, said ash being from 
about 60-95% by weight silica, wherein the weight 
percent of the ash is from 15-30% by weight of the 
combined dry weight of the ash and portland cement, at 

20 least about 90% of said silica is amorphous, at least 
50% of said ash particles are in the size range of about 
10 to 75 micrometers and the ash particles have a mean 
particle diameter measured by laser-light scattering of 
at least 6 micrometers and a B.E.T. surface area of at 

25 least 20mVg> 

10. A method for obtaining a cement product having low 
permeability comprising: 

a) mixing an hydraulic cement composition 
comprising a portland cement, fine aggregate, coarse 
30 aggregate, water and siliceous ash from crop residue, 
said ash being at least 85% by weight silica and no 
greater than about 10% by weight carbon and wherein at 
least 90% of said silica is amorphous, at least 50% of 
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said ash particles are in the size range of about 10 to 
75 micrometers, the particles have a mean particle 
diameter measured by laser-light scattering of at least 
6 micrometers and a B.E.T, surface area of at least 
5 20mVg and the weight percent of the ash in the cement 
composition is from about 10-15% by weight of the 
combined dry weight of the ash and portland cement; and 
b) allowing the cement composition to harden. 



XI « A method for obtaining a cement product having very 
10 low permeability comprising: 

a) mixing an hydraulic cement composition 
comprising a portland cement, fine aggregate, coarse 
aggregate, water and siliceous ash from crop residue, 
said ash being at least 85% by weight silica and no 

15 greater than 10% by weight carbon and wherein al: least 
90% of said silica is amorphous, at least 75% of said 
ash particles are in the size range of about 10 to 75 
micrometers, the psirticles have a mean particle diameter 
measured by laser- light scattering of at least 6 

20 micrometers and a B.E.T. surface area of at least: 20n^/q 
and the weight percent of the ash in the cement 
composition is from about 15-30% by weight of the 
combined dry weight of the ash and portland cement; and 

b) allowing the cement composition to harden » 

25 12. A cement composition having the property of 
hardening into a high strength, very low permeability 
cement product, comprising a mixture of portland cement, 
fine aggregate, coarse aggregate, rice hull ash and 
water, said ash being at least 85% by weight silica and 

30 no greater than 10% by weight carbon and wherein at 
least 90% of sdid silica is amorphous, at least 75% of 
said ash particles are in the size range of about 10 to 
75 micrometers, the particles have a mean particle, 
diameter measured by laser-light scattering of at least 

35 6 micrometers and a B*E*T. surface area of at least . 
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20inVg and the weight percent of the ash in the cement 
composition is from about 15-30% .by weight of the • 
combined dry weight of the ash and Portland cement. 
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• • PARTICLE SIZE ANALY7ER 90/03/22 

DISTRIBUTION GRAPH 
SAMPLE: G . IM -90/ n^/gg-17;g6-461_ 
90/03/22-17:26-461 

MODE: 1 



FIG.-l 




MEDIAN = 
SP.AREA 



38.57 2 
2677 CM/CM 



SIZE urn 
•/ ON DlAi 10.0 win = 9.6'/ 



DISTRIBUTION TABLE 
SEG. SIZE INTVL UNBER 
= (MICRON??^ •/ SIZE'/. 
(01) 200.0 0.2 100.0 



(02) 174.6 0.4 

(03) 152.4 0.6 

(04) 133.1 1.1 

(05) 116.2 1.7 

(06) 101.4 2.8 

(07) 88.58 4. 0 



"(08) 77,34 

(09) 67.52 

(10) 58.95 

(11) 51.47 

(12) 44.94 

(13) 39.23 

(14) 34.25 

(15) 29.91 

(16) 26.11 

(17) 22.80 

(18) 19.90 

(19) 17.38 

(20) 15.17 

(21) 13.25 

(22) 11.56 
4(23) 10.10 



5.5 
7.0 
8.2 
8.8 
8.7 
8.1 
7.0 
5.9 
4.8 
3.9 
1 
6 
2 
9 
7 
6 



3, 
2, 
2. 
1 . 

1 , 
1 , 



(24) 
(25) 
(26) 
(27) 
(28) 



8.82 
7.70 
6.72 
5.87 
5.12 



1.5 
1.3 
1.1 
0.9 
0.9 



99.8 
^9.5 
98.8 
97.8 
96. 0 
93.2 
89.2 
83.7 
76.7 
68.5 
59.7 
51 . 0 
42.9 
35.9 
30. 0 
25.2 
21 .4 
18.2 
15,6 
13.4 
11.5 
9.8 
8. 1 
6.6 
5.3 
4.2 
3.3 



DIA 


ON v.- 


90,07.= 79.44 Wf*t 


SEG. 




INTVL 


UNDER 




SIZE/ 


(29) 


4.47 


0.7 


2.4 


(30) 


3.90 


0.6 


1 .7 


(31) 


3.41 


0.4 


1.1 


(32) 


2.98 


0.3 


0.7 


(33) 


2.60 


0.2 


0.3 


(34) 


2.27 


0.1 


0.1 


(35) 


1 .98 


0. 0 


0.0 


(36) 


1 .73 


0. 0 


0.0 


(37) 


1.51 


0. 0 


0. 0 


(38) 


1.32 


0.0 


0.0 


(39) 


1 .15 


0. 0 


0.0 


(40) 


1. 00 


0. 0 


0.0 


(41) 


0.88 


0. 0 


0.0 


(42) 


0.77 


0. 0 


0.0 


(43) 


0.67 


0. 0 


0.0 


(44) 


0.58 


0. 0 


0.0 


(45) 


0.51 


0.0 


0.0 


(46) 


0.45 


0.0 


0.0 


(47) 


0.39 


0.0 


0.0 


(48) 


0.34 


0.0 


0. 0 


(49) 


0.30 


0.0 


0.0 


(50) 


0.26 


0. a 


0.0 


(51) 


0.23 


0. 0 


0. 0 


(52) 


0.20 


0.0 


0,0 


(53) 


0. 17 


0. 0 


0. 0 


(54) 


0.15 


0. 0 


0.0 


(55) 


0. 13 


0,0 


0. 0 


(56) 


0.11 


0.0. 


0.0 



SUBSTITUTE SHEET 
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PARTICLE SIZE ANALYZER 90/03 
oAMPi r- II DISTRIBUTION GRAPH 

IB# 90/03/22-16:52-467 ID# -90/03/22-^16:52-457 

MODE! 1 _!AL 
T7.: 79.5% 



FIG.-2 




MEDIAN = 2.80 Hf^ g 3 
SP.AREA -32235 CM/CM 
DISTRIBUTION TABLE 
SEG. SIZE INTVL UNDER 
= <MICRDNS) •/ SIZEX 



ro 100 200 

SIZE un 
X ON DIA: 10.0 Mn= 99.7'/. 
DIA DN '/! 90.0*/= 5.58 pri 



con 


200.0 


0. 0 


100. 0 


(02) 


174.6 


0.0 


100. 0 


C03) 


152.4 


0. 0 


100.0 


C04) 


133.1 


0.0 


100. 0 


COS) 


116.2 


0. 0 


100. 0 


<06) 


101 .4 


0. 0 


100. 0 


(07> 


88.58 


0.0 


100. 0 


C08) 


77.34 


0.0 


100. 0 


<09) 


67.52 


0. 0 


100. 0 


(10) 


58.95 


0. 0 


100. 0 


(11.) 


51 .47 


0.0 


1 00. 0 


(12) 


44.94 


0. 0 


1 00. 0 


(13) 


39.23 


0. 0 


100. 0 


C14) 


34.25 


0. 0 


100. 0 


C15) 


29.91 


0. 0 


100. 0 


C16) 


26. 11 


0. 0 


100. 0 


C17) 


22.80 


0.0 


100. 0 


(18) 


19.90 


0. 0 


100. 0 


(19) 


17.38 


0.0 


100.0 


(20) 


15.17 


0. 0 


100. 0 


(21) 


13.25 


0. 0 


lOO. 0 


(22) 


11 .56 


0.2 


ioo. 0 


(23) 


10.10 


0.6 


99.8 


(24) 


8.82 


1.2 


99.2 


(25) 


7.70 


£.3 


98. 0 


(E6) 


6.72 


3.7 


95.6 


(27) 


5.87 


5. 1 


91 .9 


(28) 


5.12 


7.1 


86.8 



SEG. 


SIZE 


JJN 1 VL. 




= (MICRONS) 


V 

A 




(29) 


4.47 


8.4 


79.7 


(30) 


3.90 


8.7 


71.3 


(31) 


3.41 


8.7. 


62.6 


(32) 


2.98 


8.6 


53.9 


(33) 


2.60 


8.3 


45.3 


(34) 


2.27 


7.4 


37 . 0 


(35) 


1 .98 


6.9 


29.7 


(36) 


1.73 


5.8 


22.8 


(37) 


1 .51 


4.5 


17. 0 


(38) 


1 .32 


3.3 


12.5 


(39) 


1.15 


2.3 


9.2 


(40) 


1.00 


1.5 
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